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IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

APPLICATION OF ) 



RALF TIMMERMANN ET AL 

SERIAL NUMBER: TO BE ASSIGNED 

FILED: HEREWITH 

TITLE: HEAT-SEALABLE FILTER 

MATERIAL WITH BIODEGRAD- 
ABLE POLYMERS 



Assistant Commissioner for Patents 

Washington, D.C. 20231 

Sir: 

Prior to its examination, please amend the enclosed English language 
translation of the application as follows: 
IN THE SPECIFICATION : 

At the top of page 1 , change the title to read: "Heat-sealable filter material 
with biodegradable polymers". 
IN THE ABSTRACT 

Please change the Abstract to read as follows: 



"Heat-sealable filter material with biodegradable polymers 



A filter material comprising at least two-ply structure, wherein at least one ply 
contains natural fibers and one ply biodegradable, thermoplastic fibers is disclosed. 
The thermoplastic fibbers are selected from the group comprising aliphatic or 
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PRELIMINARY AMENDMENT 



Abstract of the Disclosure 



"Express Mai!" mailing label number PCT/EP9S/U2553 

□ate of Deposit November 10, 1999 



1 hereby certify that this paper or fee is being deposited with the United States 
Postal Service "Express Mail Post Office to Addressee" service under 37 CFR 
1.10 on the date indicated above and is addressed to the Assistant Commissioner 
of Patents and Trademarks, Washington, D.C. 20231 



Donna J. Veatch 




partially aromatic polyesteramides, aliphatic or partially aromatic polyesters, aliphatic 
or partially aromatic polyesterurethanes, aliphatic or aliphatic-aromatic 
polyestercarbonates. The filter material is suitable for the preparation of tea bags, 
coffee bags, as well as tea filters and coffee filters." 
IN THE CLAIMS : 

Please amend the claims as follows: 
Cancel Claims 2, 6 and 7. 
1 . (Amended) A multi-plied filter material [consisting of an] comprising at least [two- 
ply structure, wherein at least] one ply [contains] containing natural [fibres] 
fibers and one ply containing biodegradable, thermoplastic fibers made of a 
member [fibres, wherein the thermoplastic fibres are] selected from the group 
[comprising] consisting of aliphatic polyesteramides. [or] partially aromatic 
polyesteramides, aliphatic polyesters, [or] partially aromatic polyesters, 
aliphatic polyesterurethanes. [or] partially aromatic polyesterurethanes, 
aliphatic polyestercarbonates and [or] aliphatic-aromatic polyestercarbonates. 

3. (Amended) A filter material according to [claims 1 and 2,] Claim 1 wherein [the 

first ply is] said natural fibers comprise a mixture of coniferous wood, 
deciduous wood, manilla, hemp, jute[, sisal and similar natural fibres] and 
sisal . 

4. (Amended) A filter material according to [claims 1 to 3,] Claim 1 wherein [the first 

ply] one ply containing natural fibers has a basis weight of between 8 and 
40 g/m 2 and an air permeability of 300 to 4000 l/m 2 -sec (DIN 53 887). 

5. (Amended) A filter material according to [claims 1 to 4,] Claim 1 wherein [the 

second ply,] one ply containing [consisting of the] biodegradable 
thermoplastic [fibres,] fibers has a basis weight of 1 to 1 5 g/m 2 . 
Add the following: 

-8. The filter material of Claim 1 wherein thermoplastic fibers are made of 
aliphatic polyesteramides. 
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9. The filter material of Claim 1 wherein thermoplastic fibers are made of 
partially aromatic polyesteramides. 

1 0. The filter material of Claim 1 wherein thermoplastic fibers are made of 
aliphatic polyesters. 

1 1 . The filter material of Claim 1 wherein thermoplastic fibers are made of 
partially aromatic polyesters. 

12. The filter material of Claim 1 wherein thermoplastic fibers are made of 
aliphatic polyesterurethanes. 

13. The filter material of Claim 1 wherein thermoplastic fibers are made of 
partially aromatic polyesterurethanes 

14. The filter material of Claim 1 wherein thermoplastic fibers are made of 
aliphatic polyestercarbonates 

1 5. The filter material of Claim 1 wherein thermoplastic fibers are made of 
aliphatic-aromatic polyestercarbonates. 

1 6. A tea bag comprising the filter material of Claim 1 . 

1 7. A coffee bag comprising the filter material of Claim 1 . - 



The present amendment seeks to avoid multiple dependencies of the several 
claims and to place the application, including the drawings, in better conformance 
with U.S. practice. A page containing a revised abstract is also enclosed. An early 
examination is requested. 
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Abstract Of The Disclosure 
Heat-sealable filter material with biodegradable polymers 

A filter material comprising at least two-ply structure, wherein at 
least one ply contains natural fibers and one ply biodegradable, 
thermoplastic fibers is disclosed. The thermoplastic fibers are selected 
from the group comprising aliphatic or partially aromatic polyesteramides, 
aliphatic or partially aromatic polyesters, aliphatic or partially aromatic 
polyesterurethanes, aliphatic or aliphatic-aromatic polyestercarbonates. 
The filter material is suitable for the preparation of tea bags, coffee bags, 
as well as tea filters and coffee filters. 



09/423572 
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Heat»sealgblefllter material containing biodegradablejjolvmers 

This invention relates to a filter material consisting of at least one ply of natural fibres 
and at least a second ply of heat-sealable synthetic material, which is biodegradable. 



10 



15 



EP-A 0 380 127 A2 describes, for example, a heat-sealable tea bag paper and the 
process for the production thereof, wherein the heat-sealing phase contains polyethy- 
lene and/or polypropylene and/or a copolymer of vinyl chloride and vinyl acetate and 
the basis weight of this material is between 10 and 15 g/m 2 . 

EP-A 656 224 (application number 94 107 709.1) describes a filter material, in par- 
ticular for the production of tea bags and coffee bags or filters, having a basis weight 
of between 8 and 40 g/m 2 , in which the heat-sealing ply consists of plastic fibres, 
preferably polypropylene or polyethylene, which are laid in the heated state onto the 
first ply consisting of natural fibres. 



20 




German application DE-A 2 147 321 (US priority 23.09.70, US 74 722) describes a 
thermoplastic, heat-sealable composition consisting of a polyolefm powder 
(polyethylene or polypropylene) which is embedded in a matrix material of vinyl 
chloride/vinyl acetate copolymer. This material is also used to provide a heat-sealable 
finish on a fibrous material produced using papermaking techniques. 

All these stated filter materials require a content of at least 20 to 30 wt.% of thermo- 
plastic material, relative to the total basis weight of the filter material, in order to pro- 
duce a filter bag by heat sealing. 

It is known that used filter materials, for example tea bags, coffee bags or also other 
filters are disposed of on a compost heap or in the biowaste bin. After a certain period 
of time, which is dependent upon further parameters such as temperature, atmospheric 
§ humidity, microorganisms etc., the natural fibre component of the filter bag has de- 
m composed and biodegraded, while the thermoplastic network of polymer fibres re- 
mains and reduces the quality of the compost. 



Le A 32 344 - Foreign 



-2- 

On the other hand, it is not possible to separate the natural fibre component from the 
thermoplastic, non-biodegradable polymer, i.e. the used filter bag would have to be 
classed as non-reutilisable waste (grey bin). 

5 

The object of the invention is accordingly to provide a completely biodegradable, 
heat-sealable filter material which is compostable, so constituting the most favourable 
solution both environmentally and economically. It is also intended to describe proc- 
esses for the production of such filter materials. 

10 

The present invention provides a filter material consisting of an at least two-ply 
structure, wherein at least one ply contains natural fibres and one ply biodegradable, 
thermoplastic fibres, wherein the thermoplastic fibres are selected from the group 
comprising aliphatic or partially aromatic polyesteramides, aliphatic or partially aro- 
15 matic polyesters, aliphatic or partially aromatic polyesterurethanes, aliphatic or ali- 
phatic-aromatic polyestercarbonates. ~ 

Thermoplastic fibres may both be applied onto the ply of natural fibres in an operation 
on the papermaking machine and laid onto this paper ply of natural fibres in the 
20 heated state using a melt-blowing process and be fused both with themselves and with 
the paper ply. 

The first ply of the filter material generally has a basis weight of between 8 and 
40 g/m 2 , preferably of 10 to 20 g/m 2 and air permeability of 300 to 4000 l/m 2 sec 
25 (DIN 53 887), preferably of 500 to 3000 l/m 2 -sec. 

The second layer of the filter material preferably has a basis weight of 1 to 15 g/m 2 , 
preferably of 1.5 to 10 g/m 2 . 

The first ply of the filter material made from natural fibres is preferably provided with 
30 wet strength. 
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The filter material is used, for example, for the production of tea bags, coffee bags or 
tea or coffee filters. 

The filter material may be produced in the following manner: 

5 

In a first stage, an aqueous suspension of the natural fibres is applied onto a paper- 
making machine wire and, in a second stage, the heat-sealable, biodegradable polymer 
fibres are laid onto the natural fibre layer in such a manner that they partially penetrate 
the natural fibre layer, wherein interpenetration of the two layers may be adjusted by 
10 the degree of dewatering on the wire. Known natural fibres, such as hemp, manilla, 
jute, sisal and others, as well as long-fibre woodpulp, are used for the first layer and 
produced on a papermaking machine in a manner known per se. 

According to the invention, a biodegradable, thermoplastic polymer in fibre form is 
15 used for the second layer, which polymer is selected from the group comprising ali- 
phatic or partially aromatic polyesteramides, aliphatic or partially aromatic polyesters, 
aliphatic or partially aromatic polyesterurethanes, aliphatic or aliphatic-aromatic poly- 
estercarbonates. 

20 Biodegradable and compostable polymers which may be considered are aliphatic or 
partially aromatic polyesters, thermoplastic aliphatic or partially aromatic polyester- 
urethanes, aliphatic or aliphatic-aromatic polyestercarbonates, aliphatic or partially 
aromatic polyesteramides. 

25 The following polymers are suitable: 

aliphatic or partially aromatic polyesters prepared from 

A) aliphatic bifunctional alcohols, preferably linear C 2 to C 10 dialcohols, such as 
for example ethanediol, butanediol, hexanediol or particularly preferably bu- 
30 tanediol and/or optionally cycloaliphatic bifunctional alcohols, preferably 

having 5 or 6 C atoms in the cycloaliphatic ring, such as for example cyclo- 
hexanedimethanol, and/or, partially or entirely instead of the diols, monomelic 
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or oligomeric polyols based on ethylene glycol, propylene glycol, tetrahy- 
drofuran or copolymers thereof having molecular weights of up to 4000, pref- 
erably of up to 1000, and/or optionally small quantities of branched bifunc- 
tional alcohols, preferably C 3 -C !2 alkyldiols, such as for example neopentyl 
5 glycol, and additionally optionally small quantities of more highly functional 

alcohols, such as for example 1,2,3-propanetriol or trimethylolpropane and 
from aliphatic bifunctional acids, preferably C r C I2 alkyldicarboxylic acids, 
such as for example and preferably succinic acid, adipic acid and/or optionally 
aromatic bifunctional acids, such as for example terephthalic acid, isophthalic 
10 acid, naphthalenedicarboxylic acid and additionally optionally small quantities 

of more highly functional acids, such as for example trimellitic acid or 



B) from acid- and alcohol-functionalised units, preferably having 2 to 12 C atoms 
in the alkyl chain, for example hydroxybutyric acid, hydroxyvaleric acid, lac- 
1 5 tic acid or the derivatives thereof, for example e-capro lactone or dilactide, 

or a mixture and/or a copolymer prepared from A and B, 



wherein the aromatic acids constitute a fraction of no more than 50 wt.%, relative to 
20 all the acids. 



Aliphatic or partially aromatic polyesterurethanes prepared from 



C) aliphatic bifunctional alcohols, preferably linear C 2 to C 10 dialcohols, such as 
25 for example ethanediol, butanediol, hexanediol, particularly preferably bu- 

tanediol and/or optionally cycloaliphatic bifunctional alcohols, preferably 
having a C 5 or C 6 cycloaliphatic ring, such as for example cyclohexanedi- 
methanol, and/or, partially or entirely instead of the diols, monomelic or oli- 
gomeric polyols based on ethylene glycol, propylene glycol, tetrahydrofuran 
30 or copolymers thereof having molecular weights of up to 4000, preferably of 

up to 1000, and/or optionally small quantities of branched bifunctional alco- 
hols, preferably C 3 -C 12 alkyldiols, such as for example neopentyl glycol, and 
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additionally optionally small quantities of more highly functional alcohols, 
preferably C 3 -C 12 alkylpolyols, such as for example 1 ,2,3-propanetriol or 
trimethylolpropane and from aliphatic bifunctional acids, preferably C 2 -Ci 2 al- 
kyldicarboxylic acids, such as for example and preferably, succinic acid, 
adipic acid, and/or optionally aromatic bifunctional acids, such as for example 
terephthalic acid, isophthalic acid, napthalenedicarboxylic acid and addition- 
ally optionally small quantities of more highly functional acids, such as for ex- 
ample trimellitic acid, or 

D) from acid- and alcohol-functionalised units, for example having 2 to 12 C at- 
oms, for example hydroxybutyric acid, hydroxyvaleric acid, lactic acid or the 
derivatives thereof, for example E-caprolactone or dilactide, 

or a mixture and/or a copolymer prepared from C and D, 

wherein the aromatic acids constitute a fraction of no more than 50 wt.%, relative to 
all the acids; 

E) from the reaction product of C and/or D with aliphatic and/or cycloaliphatic 
bifunctional and additionally optionally more highly functional isocyanates, 
preferably having 1 to 12 C atoms or 5 to 8 C atoms in the case of cyclo- 
aliphatic isocyanates, for example tetramethylene diisocyanate, hexamethylene 
diisocyanate, isophorone diisocyanate, optionally additionally with linear 
and/or branched and/or cycloaliphatic bifunctional and/or more highly func- 
tional alcohols, preferably C 3 -C 12 alkyldiols or alkylpolyols or 5 to 8 C atoms 
in the case of cycloaliphatic alcohols, for example ethanediol, hexanediol, bu- 
tanediol, cyclohexanedimethanol, and/or optionally additionally with linear 
and/or branched and/or cycloaliphatic bifunctional and/or more highly func- 
tional amines and/or aminoalcohols preferably having 2 to 12 C atoms in the 
alkyl chain, for example emylenediamine or aminoethanol, and/or optionally 
further modified amines or alcohols, such as for example ethylenediamino- 
ethanesulphonic acid, as the free acid or as a salt, 
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wherein the ester fraction C) and/or D) amounts to at least 75 wt.%, relative to the 
sum of C), D) and E). 

5 Aliphatic or aliphatic-aromatic polyestercarbonates prepared from 

F) aliphatic bifunctional alcohols, preferably linear C 2 to C 10 dialcohols, such as 
for example ethanediol, butanediol, hexanediol or particularly preferably bu- 
tanediol and/or optionally cycloaliphatic bifunctional alcohols, preferably 

10 having 5 to 8 C atoms in the cycloaliphatic ring, such, as for example cyclo- 

hexanedimethanol, and/or, partially or entirely instead of the diols, monomelic 
or oligomeric polyols based on ethylene glycol, propylene glycol, tetrahy- 
drofuran or copolymers thereof having molecular weights of up to 4000, pref- 
erably of up to 1000, and/or optionally small quantities of branched bifunc- 

15 tional alcohols, preferably with C 2 -C 12 alkyldicarboxylic acids, such as for ex- 

ample neopentyr glycol, and additionally optionally small quantities of more 
highly functional alcohols, such as for example 1,2,3-propanetriol or 
trimethylolpropane and from aliphatic bifunctional acids, such as for example 
and preferably, succinic acid, adipic acid, and/or optionally aromatic bifunc- 

20 tional acids, such as for example terephthalic acid, isophthalic acid, napthale- 

nedicarboxylic acid and additionally optionally small quantities of more highly 
functional acids, such as for example trimellitic acid, or 

G) from acid- and alcohol-functionalised units, for example having 2 to 1 2 C at- 
25 oms in the alkyl chain, for example hydroxybutyric acid, hydroxyvaleric acid, 

lactic acid or the derivatives thereof, for example e-caprolactone or dilactide, 

or a mixture and/or a copolymer prepared from F and G, 



30 wherein the aromatic acids constitute a fraction of no more than 50 wt.%, relative to 
all the acids, 
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H) a carbonate fraction which is produced from aromatic bifunctional phenols, 
preferably bisphenol A, and carbonate donors, for example phosgene, 



or 



a carbonate fraction which is produced from aliphatic carbonic acid esters or 
5 the derivatives thereof, such as for example chlorocarbonic acid esters or ali- 

phatic carboxylic acids or the derivatives thereof, such as for example salts and 
carbonate donors, for example phosgene, wherein 

the ester fraction F) and/or G) amounts to at least 70 wt.%, relative to the sum of F), 
10 G)andH). 

Aliphatic or partially aromatic polyesteramides prepared from 

I) aliphatic bifunctional alcohols, preferably linear C 2 to C 10 dialcohols, such as 

15 f° r example ethanediol, butanediol, hexanediol, particularly preferably bu- 

tanediol and/or optionally cycloaliphatic bifunctional alcohols, preferably 
having 5 to 8 C atoms, such as for example cyclohexanedimethanol, and/or, 
partially or entirely instead of the diols, monomelic or oligomeric polyols 
based on ethylene glycol, propylene glycol, tetrahydrofuran or copolymers 

20 thereof having molecular weights of up to 4000, preferably of up to 1000, 

and/or optionally small quantities of branched bifunctional alcohols, prefera- 
bly C 3 -C 12 alkyldiols, such as for example neopentyl glycol, and additionally 
optionally small quantities of more highly functional alcohols, preferably C 3 - 
C I2 alkylpolyols, such as for example 1,2,3-propanetriol, trimethylolpropane 

25 and from aliphatic bifunctional acids, preferably having 2 to 12 C atoms in the 

alkyl chain, such as for example and preferably succinic acid, adipic acid 
and/or optionally aromatic bifunctional acids, such as for example terephthalic 
acid, isophthalic acid, naphthalenedicarboxylic acid and additionally option- 
ally small quantities of more highly functional acids, such as for example 

30 trimellitic acid or 
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K) from acid- and alcohol-functionalised units, preferably having 2 to 12 C atoms 
in the carbon chain, for example hydroxybutyric acid, hydroxyvaleric acid, 
lactic acid or the derivatives thereof, for example e-caprolactone or dilactide, 

or a mixture and/or a copolymer prepared from I) and K), 

wherein the aromatic acids constitute a fraction of no more than 50 wt.%, relative to 
all the acids, 

L) an amide fraction prepared from aliphatic and/or cycloaliphatic bifunctional 
and/or optionally small quantities of branched bifunctional amines, with linear 
aliphatic C 2 to C 10 diamines being preferred, and additionally optionally small 
quantities of more highly functional amines, the amines preferably being hex- 
amethylenediamine, isophoronediamine and particularly preferably hex- 
amethylenediamine, and from linear and/or cycloaliphatic bifunctional acids, 
preferably having" 2 to 12 C atoms in the alkyl chain or a C 5 or C 6 ring in the 
case of cycloaliphatic acids, preferably adipic acid, and/or optionally small 
quantities of branched bifunctional and/or optionally aromatic bifunctional 
acids, such as for example terephthalic acid, isophthalic acid, napthalene- 
dicarboxylic acid and additionally optionally small quantities of more highly 
functional acids, preferably having 2 to 10C atoms, or 

M) from an amide fraction prepared from acid- and amine-functionalised units, 
preferably having 4 to 20 C atoms in the cycloaliphatic chain, preferably 
co -lauro lactam, s-caprolactam, particularly preferably s-caprolactam, 

or a mixture prepared from L) and M) as the amide fraction, wherein 

the ester fraction I) and/or K) amounts to at least 30 wt.%, relative to the sum of I), 
K), L) and M), with the fraction by weight of the ester structures preferably amount- 
ing to 30 to 70 wt.%, and the fraction of the amide structures to 70 to 30 wt.%. 
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During the production process, the synthetic biodegradable heat-sealing fibres of the 
second ply partially penetrate the first ply and, during the drying process on the pa- 
permaking machine, in a molten state enclose the natural fibres. The pores necessary 
for filtration are kept clear during this operation. 

5 

The invention is illustrated below by means of the drawings. 

Figure 1 shows a general, broadly diagrammatic representation of the various stages 
in the formation of the filter material according to the invention from natural fibres 
10 and synthetic fibres. 

Figure 1 shows a diagrammatic representation of the formation of the filter material 
according to the invention. Figure la) shows the formation of a first fibre layer from 
natural fibres 1 and the formation of a second fibre layer from synthetic, biodegrad- 
15 able, heat-sealable fibres 2. The second layer is thus formed using the fibres 2 by 
deposition on top of the first layer, which is formed by the natural fibres 1. For the 
purposes of differentiation in the drawing, the natural fibres 1 are shown with horizon- 
tal hatching, while the synthetic fibres 2 are shown with approximately vertical 
hatching. 

20 

Figure lb) shows how, by means of the stated dewatering of the two layers, in particu- 
lar the second layer containing the fibres 2, partial interpenetration of the two layers is 
achieved, the synthetic fibres 2 passing between the natural fibres 1 . 

25 In a further production stage, the partially interpenetrating layers 1 and 2 are dried, 
during which operation they are heated in such a manner that the synthetic fibres 2 
melt and, after resolidification, lie around the fibres 1 in such a manner that these lat- 
ter fibres are at least partially enclosed. The filter material has thus become heat- 
sealable (figure lc). 

30 

Fi gure 2 shows the essential structure of a papermaking machine, as may be used for 
the production of a filter material according to the invention. First of all, a suspension 
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"A" is prepared from the ground natural fibres and water, while a suspension "B" is 
also prepared from the partially ground synthetic fibres and water. 

These two suspensions A and B are transferred from their individual tanks (3 and 4) 
5 into the papermaking machine via the so-called head box. This essentially comprises a 
circulating wire (5), which is conveyed through a number of dewatering chambers (6, 
7 and 8). 

By means of suitable pipework and pumping apparatus, which are not shown in any 
10 further detail, suspension A, on the wire 5, is passed through the first two dewatering 
chambers 6, wherein the water is drawn off by the chambers 6 and the dewatering 
line. This results in the formation of a first fibre layer of natural fibres 1 on the mov- 
ing wire 5. As the wire 5 moves onwards through the dewatering chambers 7, the sec- 
ond suspension B is introduced, wherein the second layer of synthetic fibres is depos- 
15 ited on the first layer in the dewatering chambers 7. Dewatering proceeds by means of 
the dewatering line. As the wire 5 bearing the two superposed fibre layers moves on- 
wards through the dewatering chambers 8, further dewatering is performed, as a result 
of which the two layers partially interpenetrate. The degree of interpenetration may be 
increased or reduced by appropriate adjustment of the dewatering. 

20 

The material 9, which has now been formed from natural fibres and synthetic fibres, is 
removed from the wire and dried. Drying may proceed in various manners, for exam- 
ple by contact drying or by through-flow drying. 

25 The units 1 0 give only a general diagrammatic indication of suitable drying units. 

Figure 2 shows three drying cylinders 10, by means of which the formed paper web is 
dried by the contact process. It is, however, also practicable to pass the formed paper 
web over only one cylinder and to dry it with hot air without the web lying on this 
30 cylinder. 
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Heating of the two-layer fibre material causes the synthetic fibres 2 in the mixed layer 
9 to melt. After resolidification on leaving the drying apparatus, the synthetic fibres at 
least partially enclose the natural fibres and the heat-sealable filter material is wound 
onto a reel 11. 

5 

A second production process for a biodegradable, heat-sealable filter material is per- 
formed as follows: 

If the biodegradable polymer is in pellet form, it may be shaped into fibres using the 
10 melt-blowing process and deposited while still hot and tacky onto a substrate, for ex- 
ample a paper made from natural fibres. 

This is a prior art process, but the essentials of the process shown in figure 3 are 
nonetheless briefly described below: 

15 

The dried pellets 12 are conveyed into an extruder 13, in which they are melted and 
heated to the temperature required for fibre formation. This heated polymer melt then 
passes into the MB spinneret 14. This spinneret has a large number of small orifices 
through which the polymer melt is pressed and drawn into fibres. A strong stream of 

20 air is directed onto these fibres 15 immediately below the spinneret, the fibres are 
stretched further, torn into varying lengths and deposited onto a substrate, for example 
a paper 16, which lies upon a suction roll 17. Since these fibres are still in a hot, tacky 
state, they adhere to the natural fibres of the paper. Once cool, the material is wound 
on the winder 18. Typical diameters of these melt-blown fibres are between 2 and 

25 7 urn. Figure 3 is a diagrammatic representation of the melt-blowing process. 
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Patent Claims 

1 . A filter material consisting of an at least two-ply structure, wherein at least one 
ply contains natural fibres and one ply biodegradable, thermoplastic fibres, 
wherein the thermoplastic fibres are selected from the group comprising ali- 
phatic or partially aromatic polyesteramides, aliphatic or partially aromatic 
polyesters, aliphatic or partially aromatic polyesterurethanes, aliphatic or ali- 
phatic-aromatic polyestercarbonates. 

2. A filter material according to claim 1, wherein the thermoplastic fibres are se- 
lected from among the following polymers: 

aliphatic or partially aromatic polyesters prepared from 

A) aliphatic bifunctional alcohols, preferably linear C 2 to C l0 dialcohols, 
such as for example efhanediol, butanediol, hexanediol or particularly 
preferably butanediol and/or optionally cyclo aliphatic bifunctional al- 
cohols, preferably having 5 or 6 C atoms in the cycloaliphatic ring, 
such as for example cyclohexanedimethanol, and/or, partially or en- 
tirely instead of the diols, monomelic or oligomeric polyols based on 
ethylene glycol, propylene glycol, tetrahydrofuran or copolymers 
thereof having molecular weights of up to 4000, preferably of up to 
1000, and/or optionally small quantities of branched bifunctional alco- 
hols, preferably C 3 -C 12 alkyldiols, such as for example neopentyl gly- 
col, and additionally optionally small quantities of more highly func- 
tional alcohols, such as for example 1,2,3-propanetriol or trimethylol- 
propane and from aliphatic bifunctional acids, preferably C 2 -Ci 2 alkyl- 
dicarboxylic acids, such as for example and preferably succinic acid, 
adipic acid and/or optionally aromatic bifunctional acids, such as for 
example terephthalic acid, isophthalic acid, naphthalenedicarboxylic 
acid and additionally optionally small quantities of more highly func- 
tional acids, such as for example trimellitic acid or 
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B) from acid- and alcohol-functionalised units, preferably having 2 to 12 
C atoms in the alkyl chain, for example hydroxybutyric acid, hydroxy- 
valeric acid, lactic acid or the derivatives thereof, for example 

5 e-caprolactone or dilactide, 

or a mixture and/or a copolymer prepared from A and B, 

wherein the aromatic acids constitute a fraction of no more than 50 wt.%, 
10 relative to all the acids; 

aliphatic or partially aromatic polyesterurethanes prepared from 

C) aliphatic bifunctional alcohols, preferably linear C 2 to C 10 dialcohols, 
15 such as for example ethanediol, butanediol, hexanediol, particularly 

preferably butanediol and/or optionally cycloaliphatic bifunctional al- 
cohols, preferably having a C 5 or C 6 cycloaliphatic ring, such as for ex- 
ample cyclohexanedimethanol, and/or, partially or entirely instead of 
the diols, monomelic or oligomeric polyols based on ethylene glycol, 

20 propylene glycol, tetrahydrofuran or copolymers thereof having mo- 

lecular weights of up to 4000, preferably of up to 1000, and/or op- 
tionally small quantities of branched bifunctional alcohols, preferably 
C 3 -C 12 alkyldiols, such as for example neopentyl glycol, and addi- 
tionally optionally small quantities of more highly functional alcohols, 

25 preferably C 3 -C 12 alkylpolyols, such as for example 1,2,3-propanetriol 

or trimethylolpropane and from aliphatic bifunctional acids, preferably 
C 2 -C 12 alkyldicarboxylic acids, such as for example and preferably, 
succinic acid, adipic acid, and/or optionally aromatic bifunctional ac- 
ids, such as for example terephthalic acid, isophthalic acid, napthale- 

30 nedicarboxylic acid and additionally optionally small quantities of 

more highly functional acids, such as for example trimellitic acid, or 
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D) from acid- and alcohol-functionalised units, for example having 2 to 12 
C atoms, for example hydroxybutyric acid, hydroxyvaleric acid, lactic 
acid or the derivatives thereof, for example s-caprolactone or dilactide, 

5 or a mixture and/or a copolymer prepared from C and D, 

wherein the aromatic acids constitute a fraction of no more than 50 wt.%, 
relative to all the acids; 

10 E) from the reaction product of C and/or D with aliphatic and/or cy- 

cloaliphatic bifunctional and additionally optionally more highly func- 
tional isocyanates, preferably having 1 to 12 C atoms or 5 to 8 C atoms 
in the case of cycloaliphatic isocyanates, for example tetramethylene 
diisocyanate, hexamethylene diisocyanate, isophorone diisocyanate, 

15 optionally additionally with linear and/or branched and/or cy- 

cloaliphatic bifunctional and/or more highly functional alcohols, pref- 
erably C 3 -C 12 alkyldiols or alkylpolyols or 5 to 8 C atoms in the case of 
cycloaliphatic alcohols, for example ethanediol, hexanediol, bu- 
tanediol, cyclohexanedimethanol, and/or optionally additionally with 

20 linear and/or branched and/or cycloaliphatic bifunctional and/or more 

highly functional amines and/or aminoalcohols preferably having 2 to 
12 C atoms in the alkyl chain, for example ethylenediamine or amino- 
ethanol, and/or optionally further modified amines or alcohols, such as 
for example ethylenediaminoethanesulphonic acid, as the free acid or 

25 as a salt, 

wherein the ester fraction C) and/or D) amounts to at least 75 wt.%, relative to 
the sum of C), D) and E), 



30 



aliphatic or aliphatic-aromatic polyestercarbonates prepared from 
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F) aliphatic bifunctional alcohols, preferably linear C 2 to C l0 dialcohols, 
such as for example ethanediol, butanediol, hexanediol or particularly 
preferably butanediol and/or optionally cycloaliphatic bifunctional al- 
cohols, preferably having 5 to 8 C atoms in the cycloaliphatic ring, 
such as for example cyclohexanedimethanol, and/or, partially or en- 
tirely instead of the diols, monomelic or oligomeric polyols based on 
ethylene glycol, propylene glycol, tetrahydrofuran or copolymers 
thereof having molecular weights of up to 4000, preferably of up to 
1000, and/or optionally small quantities of branched bifunctional alco- 
hols, preferably with C 2 -C 12 alkyldicarboxylic -acids, such as for ex- 
ample neopentyl glycol, and additionally optionally small quantities of 
more highly functional alcohols, such as for example 1,2,3- 
propanetriol or trimethylolpropane and from aliphatic bifunctional ac- 
ids, such as for example and preferably, succinic acid, adipic acid, 
and/or optionally aromatic bifunctional acids, such as for example 
terephthalic acid, isophthalic acid, napthalenedicarboxylic acid and 
additionally optionally small quantities of more highly functional ac- 
ids, such as for example trimellitic acid, or 

G) from acid- and alcohol-functionalised units, for example having 2 to 12 
C atoms in the alkyl chain, for example hydroxybutyric acid, hydroxy- 
valeric acid, lactic acid or the derivatives thereof, for example 
e-caprolactone or dilactide, 

or a mixture and/or a copolymer prepared from F and G, 

wherein the aromatic acids constitute a fraction of no more than 50 wt.%, 
relative to all the acids, 

H) a carbonate fraction which is produced from aromatic bifunctional 
phenols, preferably bisphenol A, and carbonate donors, for example 
phosgene, 

or 
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a carbonate fraction which is produced from aliphatic carbonic acid 
esters or the derivatives thereof, such as for example chlorocarbonic 
acid esters or aliphatic carboxylic acids or the derivatives thereof, such 
as for example salts and carbonate donors, for example phosgene, 
wherein 

the ester fraction F) and/or G) amounts to at least 70 wt.%, relative to the sum 
of F), G) and H); 

aliphatic or partially aromatic polyesteramides prepared.from 

I) aliphatic bifunctional alcohols, preferably linear C 2 to C 10 dialcohols, 
such as for example ethanediol, butanediol, hexanediol, particularly 
preferably butanediol and/or optionally cycloaliphatic bifunctional al- 
cohols, preferably having 5 to 8 C atoms, such as for example cyclo- 
hexanedimethanol, anaVor, partially or entirely instead of the diols, 
monomelic or oligomeric polyols based on ethylene glycol, propylene 
glycol, tetrahydrofuran or copolymers thereof having molecular 
weights of up to 4000, preferably of up to 1000, and/or optionally 
small quantities of branched bifunctional alcohols, preferably C 3 -C 12 
alkyldiols, such as for example neopentyl glycol, and additionally op- 
tionally small quantities of more highly functional alcohols, preferably 
C 3 -C 12 alkylpolyols, such as for example 1,2,3-propanetriol, trimethy- 
lolpropane and from aliphatic bifunctional acids, preferably having 2 to 
12 C atoms in the alkyl chain, such as for example and preferably suc- 
cinic acid, adipic acid and/or optionally aromatic bifunctional acids, 
such as for example terephthalic acid, isophthalic acid, naphthalene- 
dicarboxylic acid and additionally optionally small quantities of more 
highly functional acids, such as for example trimellitic acid or 

K) from acid- and alcohol- functionalised units, preferably having 2 to 12 
C atoms in the carbon chain, for example hydroxybutyric acid, hy- 
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droxyvaleric acid, lactic acid or the derivatives thereof, for example 
s-caprolactone or dilactide, 

or a mixture and/or a copolymer prepared from I) and K), 

wherein the aromatic acids constitute a fraction of no more than 50 wt.%, 
relative to all the acids, 

L) an amide fraction prepared from aliphatic and/or cycloaliphatic bifunc- 
tional and/or optionally small quantities of -branched bifunctional 
amines, with linear aliphatic C 2 to C l0 diamines being preferred, and 
additionally optionally small quantities of more highly functional 
amines, the amines preferably being hexamethylenediamine, 
isophoronediamine and particularly preferably hexamethylenediamine, 
and from linear and/or cycloaliphatic bifunctional acids, preferably 
having 2 to 12 C atoms in the alkyl chain or a C 5 or C 6 ring in the case 
of cycloaliphatic acids, preferably adipic acid, and/or optionally small 
quantities of branched bifunctional and/or optionally aromatic bifunc- 
tional acids, such as for example terephthalic acid, isophthalic acid, 
napthalenedicarboxylic acid and additionally optionally small quanti- 
ties of more highly functional acids, preferably having 2 to 10C atoms, 
or 

M) from an amide fraction prepared from acid- and amine-functionalised 
units, preferably having 4 to 20 C atoms in the cycloaliphatic chain, 
preferably ra-laurolactam, e-caprolactam, particularly preferably 
s-caprolactam, 

or a mixture prepared from L) and M) as the amide fraction, wherein 

the ester fraction I) and/or K) amounts to at least 30 wt.%, relative to the sum 
ofI),K), L)andM). 
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A filter material according to claims 1 and 2, wherein the first ply is a mixture 
of coniferous wood, deciduous wood, manilla, hemp, jute, sisal and similar 
natural fibres. 

A filter material according to claims 1 to 3, wherein the first ply has a basis 
weight of between 8 and 40 g/m 2 and an air permeability of 300 to 
4000 l/m 2 -sec (DIN 53 887). 

A filter material according to claims 1 to 4, wherein the second ply, consisting 
of the biodegradable thermoplastic fibres, has a basis weight of 1 to 15 g/m 2 . 

A filter material according to the preceding claims, wherein the first ply of 
natural fibres is provided with wet strength. 

Use of the filter material according to the preceding claims for the production 
of tea bags, coffee bags or tea or coffee filters. 



Le A 32 344 - Foreign 

- 19- 
Ab stract 

Heat-seatable filter material containing biodegradable polymers 

A filter material consisting of an at least two-ply structure, wherein at least one ply 
contains natural fibres and one ply biodegradable, thermoplastic fibres, wherein the 
thermoplastic fibres are selected from the group comprising aliphatic or partially aro- 
matic polyesteramides, aliphatic or partially aromatic polyesters, aliphatic or partially 
aromatic polyesterurethanes, aliphatic or aliphatic-aromatic polyestercarbonates. 
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